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Amendments to die Claims 

This listing of claims will replace all prior versions, and listings, of claims in the application: 



(Currently Amended) A positive working imageable composition, 



comprising: 



* an ink-receptive hydroxyfunctiouai resin comprising a covalently bound 
radiation sensitive group capable of increasing the solubility of said imageable composition in an 
alkaline developer upon exposure to radiation; and 
an isocyanate crosslinking agent. 



2. (Cancelled) 



3. (Currently Amended) The imageable composition of claim 1 > wherein said 
covalently bound radiation sensitive group is dwi*odfrow<m sensitive to ultraviolet radiation 
swaitive compound . 

4, (Currently Amended) The imageable composition of claim 3, wherein said 
ultravioh* radiation sensitive c ompound group is selected from the group consisting of 
eompoundto roproQcntfld by moieties of the formula: 



R 4 N 4 



K 4 N, 




R< N 2 





and a mixture thereof, 



wherein 
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each of R 1 , R 2 , R 3 , R 4 and R 5 is independently selected from the group consisting 
of: hydrogen, linear, branched or cyclic alkyi of 1 to 22 carbon atoms, 
aralkyl of 6 to 22 carbon atoms, aryl, alkaryl, alkoxy of 1 to 22 carbon 
atoms, baloalkyl, halogen, acyl, ester and cyano**** 

5. (Currently Amended) The iraageable composition of claim 4, wherein 
said iduwolut radiation sensitive »o»paund group, is selected from the group consisting of 
oompoundn i npi oncnt e d by moieties of the formula: 








7. (Currently Amended) The imageable composition of claim 6 1, wherein 
said pQUftuuUua ii l p Ut i nJ i n www Uta at iftdintinn -awfr t ggmipn tn hvdro^anctional 
r<*in further em - prim a resin n, ^ Arrived from a nolvfanctional resin selected from the 
group consisting of: polyfunathmal phmiolii rc a im a novolalc resin, a pyrogaUoV acetone resin, 
polyvinyl phenol polymer, vinyl phenol/hydrocatbyl acrylate copolymer, a resole resin, an 
acrylic resin, a polyester resin, a polyurethane resin, a polyol and a mixture thereof 

8. (Cunenily Amended) The imageable composition of claim 7, wherein said 

puljfuuLrionnl pfctartia umi n im ****** fr n upn rnMnnetional resin is 

uiOumud ftnm lU gpuutf muminrinc nfi a phenol novolalc resin, a cresol novoiak resin, a 
phenoVcresol novolak resin, a resole resin «Hi or a mixture thereof. 



9-12, (Cancelled) 



13. (Currently Amended) The imageable composition f claim wherein 
said isocyanate crosslinking agent is selected from the group consisting of: isophorone 
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dusocyanate, methyiene-bis-phenyl diisocyanate, toluene diisocyanate, hexametbyiene 
diisocyanate, tetrametbytxylylene diisocyanate, dimers thereof, adducts thereof with diols, 
adducts thereof win triols, adducts thereof with polyols, adducts thereof with polyesters, adducts 
thereof with acrylic resins, adducts thereof with polyurethane polyols, adducts thereof with an 
isocyanate blocking agent and mixtures thereof. 

14. (Currently Amended) The imageable composition of claim 1 3 7 wherein 
said isocyanate crogsUnkigg agent farther comprises a blocking agent w selected from the 
group consisting of: a phenol, an oxime, a lactam and a pyrazole. 

15. (Currently Amended) The imageable composition of claim 14, wherein 
said isocyanate blocking agent is wtof* from Out gi ' twii tPPflloffiig n fi phenol, methyl eihyl 
ketone oxime, 2-pyrrolidone, 2-piperidone, caprolactam tat* or 3,5-dimethylpyrazole. 



16. (Original) The imageable composition of claim 1, further comprising: 

a colorant; and 
an acid generator. 

17. (Original) The composition of claim 16, wherein said colorant is selected 
from the group consisting: of a colorant dye, a colorant pigment and a combination thereof. 

1 8. (Currently Amended) The composition of claim 17, wherein said colorant 
dye is selected from the group consisting of: crystal violet, crystal violet lactone, basonyl blue, 
victoria pure blue BO. victoria blue B, blue colorant dye victoria blue FBR represented by the 
formula: 



page 4 of 12 

Received from < 3036073600 > at 1011(03 1:24:06 PM [Eastern Daylight Time] 



Oct-01-03 11:27am Fron-FAEGRE&BENSON LLP 



3036073600 



T-783 P. 07/14 F-637 



y 



b 



Appl. NO. 10/056,212 
Amdt dmed October 1, 2003 
Reply xo Office ac&on of July 2, 2003 




and a mixture thereof. 



19. (Cancelled) 



20. (Currently Amended) The imageable composition of claim 16> 
wherein said acid generator is a light sensitive triazine compound rcproopnwi by of the 

foimola: 

a 3 c„ 



wherein 




Z selected fiom the group consisting of: hydrogen, linear, branched or cyclic alkyl 
of 1 to 22 caibon atoms, aralkyl of 6 to 22 caibon atoms, aryl, alkaryi, 
alkoxy of I to 22 caibon atoms, haloalkyl, halogen, acyl, ester, cyano, a 
group g ppwaoatod by moiety of the formula: 




fc 
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wherein 

each of R 6 , R 7 , R 8 and R 9 is independently selected from the group 

consisting of: hydrogen, linear, branched or cyclic alkyl of 1 to 22 
carbon atoms, aralkyl of 6 to 22 carbon atoms, aryl, alkaryl, alkoxy 
of I to 22 carbon atoms, haloalkyl, halogen, acyl, ester and cyano, 
whoww or R 6 and R 7 or wd*» R 8 and R 9 together wftn carbon 
atoms to which thev are attached to «** form a cycloaliphatic, 
benzo or a substituted benzo ring; 
wtoreiB R 10 is selected from the group consisting of: linear, branched or 
cyclic alkyl of 1 to 22 carbon atoms, aralkyl of 6 to 22 carbon 
atoms, aryl, alkaryl, haloalkyl, acyl, ester and cyano; and 
wbwew V is » hutwoom aalanunt from the gvoiip oonflloring eft 
oxygen «ftd or sulfur. 
21 . (Currently Amended) The imageable composition of claim 20, wherein 
light sensitive triazine compound is myr e oontcd by of the formula: 




wherein 

each of R 6 , R 7 , R 8 and R 9 is independently selected from the group consisting of: 
hydrogen, linear, branched or cyclic alkyl of 1 to 22 carbon atoms, aralkyl 
of 6 to 22 carbon atoms, aryl, alkaryl, alkoxy of I to 22 carbon atoms, 
haloalkyl, halogen, acyl, ester and cyano, mbwmm or R 6 and R 7 or <m&*r 
R 8 and R 9 together wi^h carbon t» »«ipfi to whitf* **>*y grg arched to 
«m form a cycloaliphatic, benzo or a substituted benzo ring; 
t R 10 is selected from the group consisting of: linear, branched or cyclic 
alkyl of 1 to 22 carbon atoms, aralkyl of 6 to 22 carbon atoms, aryl, 
alkaryl, haloalkyl, acyl, ester and cyano; and 
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Yis 
orsulftjr. 



&&&&& from the group s oooioitog oft xygen**4 



22, (OrigiiiaJ) The imageable composition of claim 21, wherein said light 
sensitive triazine compound is selected from the group consisting of: 



cue. 





a 3 c 





and a mixture thereof. 

23. (Currently Amended) The imageable composition of claim 40 1<L wherein 
said (roimn aolt acid generator is selected from the group consisting of. an iodonium salt, a 
sulfonium salt, a hydiocarbyloxysulfonium salt, a bydrocarbyloxyammonium salt, an aryl 
diazonium salt and a combination thereof 



24-33. (Cancelled) 



34. (Currently Amended) An imageable element comprising: 
a substrate comprising a hydrophiljc surface; and 

a positive working imageable composition coated on a surface of said substrate, 
said composition comprising' 

* an ink-receptive hydroxyfunctionai resin comprising a covalentiy 

bound radiation sensitive group capable of increasing the solubility 
of said imageable composition in an alkaline developer upon 
exposure to radiation; and 

an isocyanate crosslinking agent. 

- - r ^ 



35. 



(Cancelled) 

36. (Original) The imageable element of claim 34, wherein sai4 positive 
working imageable composition further comprises a colorant and an add generator. 
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37. (Currently Amended) A method of producing an imaged element 
comprising the steps of: 

providing an imageable element comprising a substrate comprising a 
hydrophilic surface $nd a positive working imageable composition coated on * the surface of 
said substrate, wherein said ima geable composition compiling comprises: 

* an ink-receptive hydroxyfuuctional resin comprising a covalently bound 
radiation sensitive group capable of increasing the solubility of said 
imageable composition in an alkaline developer upon exposure to 
radiation; and 
an isocyanate crosslinking agent; 

heating said imageable element at a temperature and length of time sufficient to 
produce a crosslinked imageable element; 

imagewise exposing said crosslinked imageable element to radiation to produce 
an imagewise exposed element having exposed and unexposed regions; and 

contacting oaid teftggwte»«Ep»3»#*te««t md m dovulopor to remove 
removing the exposed regions of said imageable composition and tfa i F i by to produce said 
i maged element 

38. (Original) The method of claim 37, wherein said positive working 
imageable composition further comprises a colorant and an acid generator. 

39. (Original) The method of claim 37, wherein said exposing step is carried 
out using ultraviolet radiation. 



40-49, (Cancelled) 
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